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(57)Abstract: 

PROBLEM TO BE SOLVED: To provide a manufacturing method of a 
gallium-nitride-based compound semiconductor chip that has superior light 
generation performance and can be cut in a desired shape and size with a 
satisfactory yield. 

SOLUTION: There are first and second surfaces other than the upper 



surface of a p-type gallium-nitride-based compound semiconductor layer; 
the first surface is formed by etching the p-type gallium-nitride-based 
compound semiconductor layer positioned outside the upper surface of the 
p-type gallium-nitride-based compound semiconductor layer to an n-type 
gallium-nitride-based semiconductor layer; and the second surface is 
formed by etching or dicing the n-type gallium- nitride-based 
semiconductor layer positioned outside the first surface so that the surface 
of the substrate is exposed. 
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* NOTICES * 

JPO and NCIPI are not responsible for any 
damages caused by the use of this translation. 

1. This document has been translated by computer. So the translation may not reflect the original precisely. 

2. **** shows the word which can not be translated. 
3.1n the drawings, any words are not translated. 



CLAIMS 

- - •■ 

[Claim(s)] 

[Claim 1] The process which is the approach of separating the wafer with which the laminating of the gallium nitride system 
compound semiconductor layer of n mold and p mold was carried out to order in the shape of a chip on silicon on sapphire, 
and grinds said silicon on sapphire to the thickness of 50-300 micrometers, The process at which the front face of said 
silicon on sapphire is exposed by etching said gallium nitride system compound semiconductor layer, The manufacture 
approach of a gallium nitride system compound semiconductor chip including the process which forms a scribe line at the 
front face of said exposed silicon on sapphire in 5% or more of depth of the thickness of said silicon on sapphire, and the 
process divided into each chip in said scribe line. 

[Claim 2] Said scribe line is the manufacture approach of the gallium nitride system compound semiconductor chip 
according to claim 1 formed by carrying out a scribe twice. 

[Claim 3] The process which is the approach of separating the wafer with which the laminating of the gallium nitride system 
compound semiconductor layer of n mold and p mold was carried out to order in the shape of a chip on silicon on sapphire, 
and grinds said silicon on sapphire to the thickness of 50-300 micrometers, The process at which the front face of said 
silicon on sapphire is exposed by etching said gallium nitride system compound semiconductor layer, The manufacture 
approach of a gallium nitride system compound semiconductor chip including the process separated by carrying out the 
dicing of said silicon on sapphire in the front face of said exposed silicon on sapphire. 

[Translation done.] 
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DETAILED DESCRIPTION 



[Detailed Description of the Invention] 
[0001] 

[Field of the Invention] This invention relates to the gallium nitride system compound semiconductor chip used for 
luminescence devices, such as a blue light emitting diode and a blue laser diode, and it relates to the gallium nitride system 
compound semiconductor chip separated in the shape of a chip, without spoiling the crystallinity of the gallium nitride 
system compound semiconductor by which the laminating was especially carried out on silicon on sapphire. 
[0002] 

[Description of the Prior Art] Generally as for luminescence devices, such as a light emitting diode and a laser diode, the 
semiconductor chip which is a source of luminescence is installed on the stem. GaAs. GaAIAs, GaP, etc. are known for red, 
orange, yellow, and green light emitting diode as an ingredient which constitutes the semiconductor chip. Although many 
semiconductor materials are studied about blue diode and blue laser diode, it is still the experimental stage and has not 
resulted in utilization. However, gallium nitride system compound semiconductors, such as GaN, InGaN, and GaAIN, attract 
attention as a practical blue luminescent material. 

[0003] Conventionally, generally as an approach of dividing into a chip the wafer with which the laminating of the 
semiconductor material was carried out, the dicer or the scriber is used. After a dicer carries out full cutting of the wafer 
or cuts the slot of width larger than edge-of-a-blade width deeply in rotation of the disk which is also usually called a dicing 
saw and uses the edge of a blade as a diamond, it is equipment cut according to external force, a both-way rectilinear 
motion of the needle which uses a tip as a diamond with a scriber on the other hand — a scribe line (marking line) very thin 
to a wafer — for example, after lengthening in a grid pattern, it is equipment cut according to external force. 
[0004] 

[Problem(s) to be Solved by the Invention] Since there is cleavage in the "110" directions, using this property, the crystal 
of zinc structure which does not carry said GaP, GaAs, etc. is a scriber, and can be separated easily [ the shape of a chip ] 
by putting in a scribe line in this direction, however, the so-called hetero-epi structure by which the laminating of the 
gallium nitride system compound semiconductor is carried out on silicon on sapphire — it is — a gallium nitride system 
compound semiconductor and sapphire — lattice constant irregular ** — it is large. Furthermore, sapphire does not have 
cleavage on the property of a crystal called hexagonal system. Therefore, having cut with a scriber was impossible. 
Moreover, since Mohs hardness was about 9 and the very hard matter, when full cutting of sapphire and the gallium nitride 
system compound semiconductor was carried out by the dicer, it becomes easy to generate a crack and a chipping in the 
cutting plane, and they were not able to be finely cut to it. Furthermore, when the cutting edge of a dicer touches a wafer 
cutting plane for a long time, stress (stress) arises in the longitudinal direction of a wafer. For this reason, since it became 
easy to generate a crack, a chipping, etc. in the interface of n type layer and p type layer and the crystallinity of an 
important gallium nitride system compound semiconductor was spoiled especially, there was a trouble that brightness will 
fall or a life will become very short. 

[0005] Therefore, this invention is faced cutting the gallium nitride system compound semiconductor wafer which uses 
sapphire as a substrate in the shape of a chip, the crack of a cutting plane and an interface and generating of a chipping are 
prevented, and it has the luminescence engine performance which was excellent, without spoiling the crystallinity of a 
gallium nitride system compound semiconductor, and aims at offering the gallium nitride system compound semiconductor 
chip which can be cut with a sufficient yield in a desired form and size. 
[0006] 

[Means for Solving the Problem] The manufacture approach of the gallium nitride system compound semiconductor chip 
concerning this invention The process which is the approach of separating the wafer with which the laminating of the 
gallium nitride system compound semiconductor layer of n mold and p mold was carried out to order in the shape of a chip 
on silicon on sapphire, and grinds said silicon on sapphire to the thickness of 50-300 micrometers. The process at which 
the front face of said silicon on sapphire is exposed by etching said gallium nitride system compound semiconductor layer, It 
is characterized by including the process which forms a scribe line at the front face of said exposed silicon on sapphire in 
5% or more of depth of the thickness of said silicon on sapphire, and the process divided into each chip in said scribe line. 
Moreover, by the manufacture approach of the gallium nitride system compound semiconductor chip concerning this 
invention, said scribe line may be formed by carrying out a scribe twice. The another manufacture approach of the gallium 
nitride system compound semiconductor chip concerning this invention The process which is the approach of separating the 
wafer with which the laminating of the gallium nitride system compound semiconductor layer of n mold and p mold was 
carried out to order in the shape of a chip on silicon on sapphire, and grinds said silicon on sapphire to the thickness of 50- 
300 micrometers, It is characterized by including the process at which the front face of said silicon on sapphire is exposed 
by etching said gallium nitride system compound semiconductor layer, and the process separated by carrying out the dicing 
of said silicon on sapphire in said exposed front face of silicon on sapphire. 
[0007] - - • 

[Embodiment of the Invention] Hereafter, the manufacture approach of the gallium nitride system compound semiconductor 
chip of the gestalt 1 operation of this invention is explained in full detail, referring to a drawing. The process which the 
manufacture approach of the gestalt this operation is an approach of separating the wafer with which the laminating of the 
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gallium nitride system compound semiconductor of n mold and p mold was carried out to order on silicon on sapphire in the 
shape of a chip, grinds (1) silicon on sapphire, and is made thin, (2) It is characterized by providing the process which 
etches a part of p type layer to n type layer, and the process which cuts etching or the process which carries out dicing, 
and (4) silicon on sapphire by dicing or scribing to silicon on sapphire for (3) n type layer. With reference to a drawing, it 
explains below. Drawing 1 - drawing 6 are a gallium nitride system compound semiconductor wafer and the sectional view 
showing the structure of a component, and, as for silicon on sapphire and 2, 1 is [ n mold gallium nitride system compound 
semiconductor layer (henceforth n type layer) and 3 ] p mold gallium nitride system compound semiconductor layers 
(henceforth p type layer). However, the approach of this invention is not applied only to the gallium nitride system 
compound semiconductor wafer of the structure of a drawing. 

[0008] Usually, the thickness of n type layer 2 by which the laminating of the thickness of a gallium nitride system 
compound semiconductor wafer was carried out 400-800 micrometers and on it by silicon on sapphire 1, and p type layer 3 
is at most about ten micrometers, and the most is occupied by the thickness of silicon on sapphire 1. Therefore, in the 
process of (1), it is desirable to grind silicon on sapphire 1 and to adjust the thickness to 50-300 micrometers. When thinner 
than 50 micrometers, it becomes and is in the inclination which curvature produces to a wafer that the whole wafer tends 
to break. Moreover, if thicker than 300 micrometers, in the process of (4), it will become easy to generate a chipping and a 
crack in silicon on sapphire in the case of cutting by dicing or scribing. Moreover, when carrying out scribing, in order to 
have to make a scribe line deep, there is an inclination for a fine chip to become impossible easily and for chip separation to 
become difficult. As still more desirable thickness of the ground substrate, it is 100-200 micrometers. In addition, the 
process of (1) may be performed after (2) or (3) process. 

[0009] First, on silicon on sapphire 1, on p type layer 3 n type layer 2 and whose p type layer 3 are the maximum upper 
layers of the wafer by which the laminating was carried out to order, as shown in drawin g 1 , a protective coat 4 is formed. 
After it prepares a protective coat 4 in order to perform pattern etching and it carries out patterning by the photoresist 
while it prevents p type layer 3 being eaten away by etching, it can be formed using a plasma-CVD method with the 
ingredient of Si02 grade. In addition, in this drawing, silicon on sapphire 1 is ground beforehand and made thin. 
[0010] Next, p type layer 3 in which the protective coat 4 was formed is etched to n type layer 2 ((2) processes), the 
etching approach — dry cleaning — wet — which approach may be used. As shown in drawing 2 after etching termination, 
an acid removes a protective coat 4. 

[001 1] furthermore, the tooth space which can prepare n mold electrode in the front face of n type layer 2 as shown in 
drawing 3 — leaving — n type layer 2 — up to silicon on sapphire 1 — etching — or dicing is carried out ((3) processes). 
Etching is desirable in order to make it not apply stress to the interface of n type layer 2 and silicon on sapphire 1 as much 
as possible. To etch, as mentioned above, it is necessary to form a protective coat in addition to an etching side (electrode 
formation parts of p type layer 3 and n type layer 2). 

[0012] Next, as shown in drawing 4 , after carrying out scribing of the silicon on sapphire exposed according to the process 
of (3) and putting in the scribe line (marking line) 5, a push rate is separated from a silicon-on-sapphire side ((4) 
processes). Since thickness of silicon on sapphire is made thin according to the process of (1), it is finely separable in the 
shape of a chip by putting in, pushing and breaking the scribe line 5. Although especially the depth of a scribe line is not 
specified, by putting in in 5% or more of depth of the thickness of a substrate, sapphire without cleavage can also make a 
cutting plane a plane mostly, and can be cut preferably. 

[0013] Moreover, as shown in drawing 5 , direct full cutting of the silicon on sapphire 1 may be carried out by dicing. Also in 
this case, since silicon on sapphire 1 is beforehand made thin, dicing time amount can be shortened, and it can cut finely, 
without applying stress. 

[0014] (Operation) Drawing 6 is the sectional view showing the condition of having formed the electrode 6 in n type layer 2 
and p type layer 3 of the gallium nitride system compound semiconductor element separated by scribing or the dicing of a 
process of (4). 

[0015] In this drawing, since the interface of n type layer 2 and p type layer 3, i.e., a p-n junction side, is etched, the stress 
by the conventional dicing does not start this interface, and most damages on a gallium nitride system compound 
semiconductor crystal cannot be found. Furthermore, also in the interface of silicon on sapphire 1 and n type layer 2, 
beforehand, according to the process of (1), since the cutting depth can be shortened even if it performs dicing, since it is 
etched to the middle of n type layer 2, the rate which stress requires decreases sharply as compared with the former. 
Therefore, the crack of the gallium nitride system compound semiconductor layer to which the gallium nitride system 
compound semiconductor chip obtained by the approach of this invention originates in grid mismatching, and the chipping 
are prevented, and crystallinity is held, without damaging a semiconducting crystal. Moreover, by grinding silicon on sapphire 
and making it thin, silicon on sapphire without cleavage can also be finely cut by the scribe, and there is an outstanding 
advantage that cutting time amount can be shortened also in dicing. 
[001 6] 

[Example] Hereafter, an example explains the manufacture approach of the gallium nitride system compound semiconductor 
chip of this invention. 

[0017] A pattern is formed by the photoresist at the p mold GaN layer of the GaN epitaxial wafer for light emitting diodes 

into which the n mold GaN layer and the p mold GaN layer were grown up by the thickness of 5 micrometers in all in order 

on the silicon on sapphire of 450 micrometers in [example 1] thickness, and magnitude [ of 2 inches ] phi. 

[0018] After forming Si02 film by 0.1 -micrometer thickness as a protective coat by the plasma-CVD method from on a 

photoresist, a photoresist is exfoliated with a solvent and it leaves Si02 film by which patterning was carried out. 

[0019] A wafer is immersed in the mixed acid of a phosphoric acid and a sulfuric acid, and a p mold GaN layer is etched to 

an n mold GaN layer. 

[0020] Silicon on sapphire is ground to 1 50 micrometers with a grinder after etching. 

[0021] A wafer is installed in a dicing saw after polish, and the dicing of the predetermined outline (350— micrometer angle) 
top is carried out in a depth of 20 micrometers in a diamond blade on condition that blade engine-speed 30,000rpm and 
cutting speed 0.3 mm/sec. 

[0022] Next, adhesive tape is stuck on a substrate side, and it sticks on the table of a scriber, and fixes by the vacuum 
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chuck. A table moves to a*x axis (right and left) and the y-axis (before or after), and has pivotable structure 1 80 degrees at 
the horizontal. After immobilization, the scribe of the marks of dicing is carried out with the diamond cutting edge of a 
scriber, and Rhine is lengthened. The bar with which the diamond cutting edge was formed has structure movable in the z- 
axis (upper and lower sides) and the direction of the y-axis (before or after). In order that the load to the edge of a blade of 
a diamond cutting edge may set to 100g and may make the depth of a scribe line deep, it is taken as a depth of 10 
micrometers by carrying out the scribe of the same Rhine twice. 

[0023] The GaN wafer which lengthened the scribe line was removed from the table, and the GaN chip was obtained by 
applying a pressure with a roller, pushing and dividing from a silicon-on-sapphire side. 

[0024] Thus, when what is depended on a poor appearance from the obtained GaN chip was removed, the yield was 95% or 
more. Moreover, after attaching Au electrode in the p mold GaN layer of this GaN chip, and an n mold GaN layer, when it 
considered as light emitting diode according to the conventional method, in forward voltage 4.0V, the radiant power output 
was 50 microwatts and the luminescence life was 5000 hours or more. 

[0025] After etching similarly the same GaN epitaxial wafer as the [example 1 of comparison] example 1 to an n mold GaN 
layer, when full cutting was similarly carried out to the chip of 350-micrometer angle on condition that blade engine-speed 
30,000rpm and cutting speed 0.3 mm/sec using the direct dicer, without grinding silicon on sapphire, the countless crack 
arose to the cutting plane line, and the yield was 30% or less. Moreover, when Au electrode was attached as well as p type 
layer and n type layer of a GaN chip which remained and having been considered as light emitting diode, in forward voltage 
4.0V, 20 microwatts of radiant power outputs and a luminescence life were 50 - 70 hours. 
[0026] 

[Effect of the Invention] As stated above, according to the approach of this invention, the pn junction section is separable 
without stress, and the extensive improvement was accepted in property degradation which had become a problem 
conventionally especially the luminescence life, and the radiant power output, moreover, the lattice constant of a gallium 
nitride system compound semiconductor and silicon on sapphire — since irregular, the crack of the crystal face to produce, 
a chipping, etc. can be prevented, a gallium nitride system compound semiconductor chip can be manufactured with a 
sufficient yield, and the utility value on the industry is large. 



[Translation done.] 
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* NOTICES * 

JPO and NCIPI are not responsible for any 
damages caused by the use of this translation. 

LThis document has been translated by computer. So the translation may not reflect the original precisely. 
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DESCRIPTION OF DRAWINGS 



[Brief Description of the Drawings] 

[Drawing 1] The sectional view showing the structure of the gallium nitride system compound semiconductor wafer obtained 
in the process of the gestalt of 1 operation of this invention. 

[Drawing 2] The sectional view showing the structure of the gallium nitride system compound semiconductor wafer obtained 
in the process of the gestalt of 1 operation of this invention. 

[Drawing 3] The sectional view showing the structure of the gallium nitride system compound semiconductor wafer obtained 
in the process of the gestalt of 1 operation of this invention. 

[Drawing 4] The sectional view showing the structure of the gallium nitride system compound semiconductor wafer obtained 
in the process of the gestalt of 1 operation of this invention. 

[Drawing 5] The sectional view showing the structure of the gallium nitride system compound semiconductor wafer obtained 
in the process of the gestalt of 1 operation of this invention. 

[Drawing 6] The sectional view showing the structure of the gallium nitride system compound semiconductor chip obtained 
in the process of the gestalt of 1 operation of this invention. 
[Description of Notations] 
1 Silicon on sapphire 

2 n mold gallium nitride system compound semiconductor layer, 

3 p mold gallium nitride system compound semiconductor layer, 

4 Protective coat, 

5 Scribe line, 

6 Electrode. 



[Translation done.] 
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